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IN THE CLAIMS : 

1 . (Currently amended) A thonnoformoblo p olyurethane foam formed from a composition 
comprising: 

an isocyanate-containing component having an average isocyauate functionality less than 
or equal to 2,15; 

an active hydrogen-containing component having an average functionality less than or 
equal to 2.14; 

a catalyst; and 

a surfactan t, wherein the foam is thgrmofonnable, has a density of 10 to 40 pounds per 
cubic foot, and a room temperature compression set resistance of less than or equal to 10% after 
50% compression for 22 hours t , 

2. (Original) The foam of claim 1 , wherein the active hydrogen-containing component has an 
average functionality greater than or equal to or equal to 2.065, 

3. (Original) The foam of claim 1, having a thermoformability factor greater than or equal to 
0.5. 

4. (Original) The foam of claim 1 , having a recovery factor greater than or equal to 0.4. 

5. (Cancel) 

6. (Original) The foam of claim 1 ? having a 50*C compression set resistance of less than or 
equal to 30% after 50% compression for 22 hours. 

7. (Original) The foam of claim 1 , having a thermoformability factor greater than or equal to 
0.6, a recovery factor greater than or equal to 0.5, and a room temperature compression set 
resistance of less than or equal to 10% after 50% compression for 22 hours. 
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8 . (Original) The foam of claim 1 , having a thennoforaiabiUty factor greater than or equal to 
0.6, a recovery factor greater than or equal to 0.5, a room temperature compression set resistance 
less than or equal to 10%, and a 50°C compression set resistance of less than or equal to 30% 
after compression to 50% for 22 hours. 

9. (Original) The composition of claim 1, wherein the active hydrogen-containing component 
comprises apolyol. 

10. (Original) The composition of claim % wherein the polyol is a mixture of a polyether polyol 
and a polyester polyol 

1 1 . (Original) The composition of claim 9 7 wherein the polyester polyol is selected from the 
group consisting of aromatic polyesters and caprolactone-based polyesters. 

12. (Original) The composition of claim 9 S wherein the polyether polyol is selected from a group 
consisting of polypropylene ether based polyether trfol 

1 3 . (Original) The composition of claim 9, wherein the polyether polyol is selected from a group 
consisting of a mixture of polypropylene ether based polyether triol and diol. 

14. (Original) The composition of claim 13, further comprising a moisture management system. 

15. (Original) The composition of claim 1, wherein the average functionality of the isocyanate- 
containing component is 1,80 to 2.10, 

16. (Original) The composition of claim 1, wherein the average functionality of the isocyanat^ 
containing component is 2,00 to 2.05. 
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17. (Original) The composition of claim 1, wherein the average functionality of the isocyanate- 
containing component is 2.00, 

1 8. (Original) The composition of claim 1, further comprising a moisture management system. 

19. (Original) The composition of claim 18, wherein the moisture management system is 
selected from the group of additives consisting of sodium carboxymethylcellulose, poly(N-vinyl 
acrylamide), sodium acrylatc, potassium acrylate, wood powder, corn starch, calcium carbonate, 
and mixtures comprising one of the foregoing additives. 

20. (Original) The composition of claim 19, wherein the moisture management system is 
selected from the group of additives consisting of sodium carboxymethylcellulose, poly(N-vinyl 
acrylamide), calcium carbonate, and mixtures comprising one of the foregoing additives. 

21 . (Withdrawn) A multi-layer polyurethane foam composite comprising; 

a layer of a thermoformable polyurethane foam; and 

a layer of a polyurethane foam different from the thermoformable foam, wherein the 
different polyurethane foam is disposed on and in intimate contact with the thermofoimable 
polyurethane foam. 

22. (Withdrawn) The composite of claim 21, wherein the layers are integrally bonded by 
wet-on-wet or wet-on-dry casting, 

23. (Withdrawn) The composite of claim 21, wherein the thermoformable polyurethane 
foam layer, the different polyurethane foam layer, or both, comprise a moisture management 
system. 

24. (Withdrawn) The composite of claim 23, wherein the moisture management system is 
selected from the group of additives consisting of sodium carboxymethylcellulose, poly(N-vinyl 
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acrylainide), sodium acrylate, potassium acrylate., wood powder, com starch, calcium carbonate, 
and mixtures comprising one of Hie foregoing additives. 

25. (Withdrawn) The composition of claim 24, wherein the moisture management system is 
selected from the group of additives consisting of sodium carboxymethylcellulose, poly(N-vinyl 
acrylamide), calcium carbonate, and mixtures comprising one of the foregoing additives. 

26. (Withdrawn) A composite polyurethane comprising a layer of a thennofonnable 
polyurethane foam formed from a composition comprising: 

an isocyanate component having an isocyanate functionality of 2.00 to 2.05; 
an active hydrogen-containing component having an average hydrogen functionality of 
less than or equal to 2. 14; 
a surfactant and 
a catalyst, 

wherein the layer of theimofonnable polyurethane foam is adhered or laminated to a non- 
thermofoimable material. 

27. (Withdrawn) The composite of claim 26, wherein the active hydrogen-containing 
component has an average hydrogen functionality of greater than or equal to 2 .065 . 

28. (Withdrawn) The composite of claim 26, wherein the non-thermoformable material is a 
polyurethane foam. 

29. (Withdrawn) The composite of claim 26, wherein the thermofoimable polyurethane 
foam layer comprises a moisture management system. 

30. (Withdrawn) The composite of claim 26, wherein the moisture management system is 
selected from the group of additives consisting of sodium carboxymethylcellulose, poly(N-vinyl 
acrylamide), sodium acrylate, potassium acrylate, wood powder, corn starch, calcium carbonate, 
and mixtures comprising one of the foregoing additives. 

5 

PAGE 8/13 * RCVD AT 7/26/2004 3:34:51 PM [Eastern Daylight Time] * SVR:USPT0-EFXRM/1 * DNiS:8729306 » CSID:186028601 15 * DURATION (mm-ssj:03-36 



JUL. 26. 2004 2:36PM CANTOR COLBURN LLP 860-286-0115 NO. 483 P. 9 

RGP-0045 

3 1 P (Withdrawn) The composite of claim 30, wherein the moisture management system is 
selected ftom the group consisting of sodium carboxymethylcellulose, po!y(N- vinyl aoiylamide), 
calcium carbonate, and mixtures comprising one of the foregoing moisture management systems. 

32. (Original) A shoe insert comprising the foam of claim 1. 

33. (Withdrawn) A shoe insert comprising the foam of claim 2 1 . 

34. (Withdrawn) A shoe insert comprising the foam of claim 26, 
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